THE CYANIDE PROCESS.
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covered with filter cloth. The frames revolve with suction on, dip into the slime pulp and take on the filter cake of J to f inch in thickness, rise over the elevated portion and pass to the solution part of the trough, the valve being
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automatically changed; here they suck .solution through the slime cakes, pass over the second elevated portion (the valve changing automatically to compressed air) and discharge the slime cakes into the third part of the trough.aced), the pulp is run off and succeeded by barren solution or water tor washing as in the Moore filter. When washing is complete, the cakes are detached by water pressure from within and, disintegrating in the water, are carried awav when it is run oft".
